Various design methods to determine the load capacity of horizontal joints
are discussed. A new design procedure is proposed. Comparisons of measured
and calculated strengths for various joint specimens are made.

In addition, details of the experimental program and properties of grout used
in the joints, are included as appendices to the report.

Detailed recommendations for specific analysis and design .of connections are
presented in Report 5.
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